SLIME TREATMENT
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A 30-ft. diameter tank with 4-ft. propeller revolving at 80 to 100 r.p.m. at a maximum horsepower of 10 will handle 138 tons of dry slime at a dilution of 1.7 to 1.
It is claimed that there is no dead point in the tank and therefore no deposit of slime in any part of it and that there is no difficulty in getting the whole of the charge mixed and in circula-
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tiou in a short time even after a prolonged shut down. An important feature is said to bo the baffles which is used to break the vortex which would otherwise retard the velocity of the pulp and decrease the scouring action. Sufficient air is said to be drawn into the charge by the motion of the pulp to supply all the oxygen needed for chemical purposes, the amount being regulated by adjustments of the baffle. A subsidiary baffle for use
7 4 air lifts spaced at equal distances around the periphery and discharging tangentially through a, toe or ell, so thai the flow will bo in the same direction. This action of the discharges imparts a roiary motion to the pulp which it is claimed is sullieiont. to hold in suspension an admixture* of a considerable amount- of sandy material. The centre being a, dead point there is, of courses a tendency to build up a cone of solid material there and in more recent installations the tank is fitted with an artificial cone to take the place of this accumulation of solids.
